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Amendments to the Claims 

This listing of claim* will replace all prior versions, and listings, of claims in the 
application: 

Listing of Claims: 

) v" 1 . (Currently Amended): A white, blaxially oriented film with a thickness in the 

0 10 1( range from 10 to 500 |jm and a whiteness of 90 % or more, whose main constituent Is at 
\ A least one crystallizable thermoplastic and which comprises white pigment consisting 

essentially of at least on e rutiJa-type titanium dioxide a s- wh i t e pigm e nt and at least one 
optical brightener and at least one soluble blue dye, with or without other additives, and 
has also at least one other functionality said film exhbiting a light transmittance of up to 
85%. measured to ASTM D1003 , 


2. (Original): The film as claimed In claim 1 , wherein the crystallizable 
thermoplastic is a polyethylene terephthalate, polybutylene terephthalate, polyethylene 
naphthalate, bibenzoyl-modlfled polyethylene terephthalate, or a mixture of these. 

3. (Original): The film as claimed In claim 1, wherein the concentration of the 
white pigment present is in the range from 2.0 to 25.0% by weight based on the weight 
of the thermoplastic. 

4. (Original): The film as claimed in in claim 1, wherein the optical brightener 
present comprises at least one benzoxazole derivative, triazine derivative, 
phenylcoumarln derivative, or bisstearylbiphenyl derivative, in amounts of from 10 to 50 
000 ppm based on the weight of the crystallizable thermoplastic. 
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